Docket No.: 285753US0XPCT 
Preliminary Amendment 

IN THE CLAIMS 
Please amend the claims as follows: 

Claim 1 (Original): A hollow body comprising, as sole layer(s), 

(1) at least one layer LI comprising an aromatic polyamide and an impact modifier, 
and, optionally, 

(2) at least one layer L2 comprising an aliphatic polyamide. 

Claim 2 (Original): The hollow body according to claim 1, wherein said aromatic 
polyamide is a polyphthalamide. 

Claim 3 (Original): The hollow body according to claim 2, wherein said hollow body 
comprises at least one layer L2. 

Claim 4 (Currently Amended): The hollow body according to claim 1, wherein the 
impact modifier is selected from fee group consisting of EPDM, SEBS, and mixturoo thereof 
at least one laver LI comprises an aromatic polvamide obtained by the polycondensation 
reaction between hexamethvlenediamine and a terephthal ic/isophthalic/adipic acid 
composition wherein the mole ratio of terephthalic/isopht halic/adipic acids in the acid 
composition is 50 to 80/ from 10 to 10/ not more than 25 . 

Claim 5 (Currently Amended): The hollow body according to claim 2 claim 1 , 
wherein at least one layer LI comprises an aromatic polyamide obtained by th e 
polycondensation r e action between hexamothyl e nediamino and a 
torephthalic/isophthalic/adipic acid composition where the mole ratio of 
torophthalic/isophthalic/adipic acids in said acid composition is 50 to 80/ from 10 to 10/ not 
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moro than 25 wherein the polvphthalamide comprises from about 50 mole % to about 95 
mole % hexamethvlene terephthalamide units, from about 25 mole % to about 0 mole % 
hexamethvlene isophthalamide units, and from about 50 mole % to about 5 mole % 
hexamethvlene adipamide units . 

Claim 6 (Currently Amended): The hollow body according to claim 1 claim 2 , 
wherein the impact modifier is a rubber the polyphthalamid e comprises from about 50 mol e 
% to about 95 molo % hoxamothyl e ne terephthalamide units, from about 25 molo % to about 
0 mol e % hoxamethylono isophthalamide units, and from about 50 molo % to about 5 mol e % 
hoxamothylen e adipamide units . 

Claim 7 (Currently Amended): The hollow body according to claim 6 claim 1 , 
wherein the impact modifier is a rubber is a functionalized pol volefm-based rubber. 

Claim 8 (Currently Amended): The hollow body according to claim 7, wherein the 
rubb e r it a ftmetieftafeed pnlyolofm based rubb e r functionalized polvole f m-based rubber is a 
maleic anhydride functionalized stvrene-ethvlene-butvlene-stvren e block copolymer or a 
maleic anhydride functionalized ethvlene-propvlene-diene mon omer rubber. 

Claim 9 (Currently Amended): The hollow body according to claim 5 claim 8 , 
wherein the impact modifier is selected from the group co nsisting of a maleic anhydride 
functionalized ethvlene-propvlene-diene monomer rubber, a maleic anhyd ride functionalized 
stvrene-ethvlene-butvlene styrene block copolymer, and mixtures thereof functionaliz e d 
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polyolefin bas e d rubber is a mal e ic anhydrid e functionaliz e d styr e no othylono butylono - 
styren e block copolym e r . 

Claim 10 (Currently Amended): The hollow body according to claim 1 claim 8 , 
wherein the layers are contiguous layers of the order r(Ll)n/(L2V l v where x is any integer of 
1 or greater, n is any integer of 1 or greater, and m is any integer the functionaliz e d polyol e fin 
based rubber is a maloic anhydride functionalized e thylene propylene dien e monomer rubber . 

Claim 1 1 (Currently Amended): The hollow body according to claim 1 claim 6 , 
wherein the layer LI further comprises an external lubricant the impact modifier is s e l e cted 
from th e group consisting of a maloic anhydride functionaliz e d ethylen e propylene di e ne 
monomer rubber, a maloic anhydride functionalized otyrono e thylene butylono styreno block 
copolymer, and mixtures thereof . 

Claim 12 (Currently Amended): The hollow body according to claim 1, wherein the 
layer LI further comprises a heat stabilizer comprising at least one copper (I) salt and at least 
one alkali metal halide said layers are contiguous layers of the order [(Liy (L2) ffi } * where x i s 
any integer of 1 or greater, n is any int e ger of 1 or greater, and m is any int e g e r . 

Claim 13 (Currently Amended): The hollow body according to claim 1, comprising, 
as sole laverfs^ at least one layer LI whoroin said layor LI further comprises an external 
lubricant . 
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Claim 14 (Currently Amended): The hollow body according to claim 13, comprising, 
as sole layer, one layer LI whoroin the external lubricant is s e l e cted from the group 
consisting of polytetrafluoro e thylono, low density polyethylen e , and mixtures thereof . 

Claim 15 (Currently Amended): The hollow body according to claim 13 claim 1 , 
comprising, as sole layers, at least two LI layers wherein said layer LI further comprises a 
heat stabilizer comprising at l e ast one copper (I) salt and at l e ast one alkali metal halide . 

Claim 16 (Currently Amended): The hollow body according to claim 1 claim 15 , 
wherein the hollow body is a hose said heat stabilizer comprises at least one copper halide 
selected from the group consisting of copper iodide and copper bromide and at least one 
alkali metal halide selected from the group consisting of the iodides and bromides of lithium, 
sodium, and potassium . 

Claim 17 (Currently Amended): The hollow body according to claim 16 claim 1, 
compri s ing , as sete 1ny-r( n I nt 1nnPt nnn 1n Y or T 1 wherein the hose comprises all or part of a 
vapor return line or a liquid fuel line . 

Claim 18 (Currently Amended): The hollow body according to claim 1 claim 17, 
comp r ^S. as sete layer, nno L1 lay e r wherein the l aver LI further comprises an anti- 
oxidant . 

Claim 19 (Currently Amended): The hollow body according to claim 1 claim 17 , 
comprising, as sole layers, at least one layer LI and at least one layer L2 two LI layers . 



5 



Docket No.: 285753US0XPCT 
Preliminary Amendment 

Claim 20 (Currently Amended): The hollow body according to claim 1 , wh e r e in said 
hollow body is a hos e comprising, as sole layers, one LI layer and one L2 layer . 

Claim 21 (Canceled): Th e hollow body according to claim 20, whoroin said hoo e 
compris e s all or part of a vapor r e turn lin e or a liquid fuol lin e. 

Claim 22 (Currently Amended): The fossil fuel powered aut omobile comprising the 
hose of claim 1 6 and an engine hollow body according to claim 1, whoroin layer LI furth e r 
comprisos an anti oxidant . 

Claim 23 (Currently Amended): The hollow body according to claim 1 eteim 
23, wherein the at least one layer LI comprises an aromatic polvamide obtained by the 
polvcondensation reaction between hexamethvlened iamine and a 
terephthalic/isophthalic/adipic acid compositio n wherein the mole ratio of 
terephthalic/isophthalic/adipic acids in the acid c omposition is 50 to 80/ from 10 to 40/ not 
more than 25. 

wherein the impact modifier is selected from the gr oup consisting of a maleic 
anhydride functionalized ethvlene-propylene-diene mono mer rubber, a maleic anhydride 
functionalized stvrene-ethvlene-butvlene-stvrene block copolymer, and mixtures thereof, and 

wherein the hollow body is a hose said anti oxidant is oolootod from tho group 
consisting of hind e red phonols, aminos, and mixtures ther e of . 
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Claim 24 (Currently Amended): The hollow body according to claim 1, comprising, 
as sole layers, three layers L1/L2/LL wherein LI is both the inner and the outer layer and L2 
is the intermediate layer at least on e layer LI and at least one layer L2 . 

Claim 25 (Currently Amended): The hollow body according to claim 1, comprising, 
as sole layers, one LI layer and one L2 layer two layers of L1/L2. wherein LI is the inner 
layer . 

Claim 26 (Currently Amended): The hollow body accordine to claim 1. which 
comprises, as sole layers, two layers of L2/LL wherein LI is the outer layer A fosoil fu e l 
power e d devic e compriGing the hose of claim 20 . 

Claim 27 (Canceled). 

Claim 28 (Original): A method for making a hollow body comprising, as sole layers, 

(1) at least one layer LI comprising an aromatic polyamide and an impact modifier, 

and, optionally, 

(2) at least one layer L2 comprising an aliphatic polyamide, 

comprising extruding an aromatic polyamide and an impact modifier, and optionally 
extruding an aliphatic polyamide, through a die. 

Claims 29-32 (Canceled). 
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